WO 03/061950 



PCT7KR03/00126 



WHAT IS CLAIMED IS: 



5 1. This invention, in method of manufacturing trademark label (made of natural 
rubber elements) being attached various kinds of shoes and bags, has following process; 

Process of making rubber sheet combining natural rubber elements, 

process of cutting rubber sheet based on trademark label design, 

process of applying primer on glue part of cut trademark label and drying in high 
10 temperature for 5 minutes, 

process of applying binder on top of applied/dried part of trademark label primer, 

process of gluing (first gluing process)glue-applied trademark label with artificial leather 
by inserting in metallic pattern cavity, 

process of removing unnecessary impurities of trademark label attached (by first gluing 
15 process)to artificial leather. 

process of hot-pressing in 150°C by inserting trademark label impurity is removed to 
metallic pattern, 

and process of refrigerating trademark label hot-pressed on artificial leather in about 5 °C . 

2. The natural rubber element mentioned above is consisted of; 
20 Natural Rubber about 6,000g, Styrenc Butadiene Rubber 5,000g, Nitrile Butadiene 
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Rubber 4,000g, Zinc Oxide l,000g, White Carbon 6,000g, Isopropanolamine 480g, 
Butyl-p-Cresol lOOg, Stearic acid 150g, Resin guaiac 500g, CaO 2,000g, 
5 Mercaptobenzothiazole 70g, Dibcnzothiazyl Disulphide 200g, Tetramethylthiuram 
Monosulphide lOg, process oil P-l 3,000^ Sulphur 300g and these substances are roll- 
mixed in roll mixer as manufacturing method of artificial leather. 
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